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Description 

La presente invention concerne un appareil 
pour la coupe des cheveux, et plus particuliere- 
ment un appareil assurant a la fois la coupe et les 
soins des cheveux. 

On connait divers appareils ou accessoires 
destines a la coupe ou aux soins des cheveux. Les 
appareils de coupe sont le plus souvent consti- 
tues par des ciseaux dont la structure peut etre 
plus ou moins complexe, ou des rasoirs, action- 
nes mecaniquement ou electriquement. Toute- 
fois tous ces dispositifs connus assurent unique- 
ment la coupe des cheveux, tandts que les soins 
ou traitements doivent etre apportes separe- 
ment. 

Par ailleurs, on sait qu'il peut etre avantageux 
de soigner certains cheveux par brulage ou par 
effilage, et plus particulierement on connait des 
techniques tres anciennes consistant a traiter des 
cheveux par brOlage a la flamme d'une bougie. Le 
brevet f rancais S03 526 decrit un dispositif desti- 
ne au brulage de Textremite des cheveux au 
moyen d'une resistance electrique combinee a 
un peigne, mais ce dispositif ne peut procurer 
des resultats satisfaisants pour la coupe et le soin 
des cheveux. Le brevet allemand 2.107.951 decrit 
un appareil a til chauffant dont la dilatation n'est 
pas compensee. Par contre le brevet US- 
A-2388409 decrit un appareil a fit chauffant dont 
la dilatation est compensee. 

Ainsi, on ne dispose d'aucun appareil permet- 
tant d'assurer dans de bonnes conditions de s6- 
curite et d'efficacite, a la fois la coupe des che- 
veux et leu rs soins par la technique du brulage. 

La presente invention a done pour objet un ap- 
pareil permettant d'assurer la coupe et le brulage 
des cheveux dans d'excellentes conditions de se- 
curity et d'efficacite. 

L'invention a egalement pour objet un appareil 
du coupe et soins des cheveux par brulage, de 
constitution simple et de fabrication aisee et peu 
coOteuse. 

La presente invention a encore pour objet un 
appareil perfecttonne du type decrit ci-dessus, 
permettant la coupe et le soin des cheveux dans 
de bonnes conditions, dans lequel le fil est effica- 
cement maintenu en place, assurant un excellent 
contact electrique, et peut etre change aisement. 

L'appareil pour la coupe et les soins des che- 
veux par brulage conforme a la presente inven- 
tion comporte un fil ou une lame metallique sus- 
ceptible d'etre porte a incandescence, a une tem- 
perature d'environ 700 a 1000°C, de longueur 
comprise entre 3 et 20 cm environ, maintenu a 
chacune de ses extremites par deux attaches so- 
lidaires d'un support, dont Tune au moins est 
flexible et assure une tension sensiblement cons- 
tante du fil ou de la lame quelle que soit sa tem- 
perature. 

Le fil ou la lame metallique est monte parallele- 
ment au support, a une distance de celui-ci com- 
prise entre 0,5 et 4cm environ, et de preference 
entre 1 et 1,5 cm. Le fil peut etre constitue par 
tout fil d'acter ou d'alliage de diametre compris 



entre 0,1 et 0,8 mm et de preference entre 0,3 et 
0,4 mm, de longueur comprise entre 3 et 20 cm 
environ. Dans le cas d'une lame metallique, la 
longueur est la meme, Tepaisseur de la lame est 

s comprise entre 0,1 et 0,3 mm et sa largeur est de 
preference d'environ 1 mm, mais peut etre (e cas 
echeant de I'ordre de quelques millimetres. 

La lame ou le fil est de preference en un alliage, 
par exemple un alliage nickel-chrome, du type 

w utilise dans les resistances electriques, suscep- 
tible d'etre rapidement porte a incandescence, 
e'est-a-dire a une temperature comprise entre 
700 et 1000°C environ, et plus particulierement 
800 a 900° C, de preference sous Taction d'un cou- 

15 rant electrique. Le reglage de la temperature peut 
etre ajuste en fonction des conditions d'utilisa- 
tion et des resultats recherches. 

L'une au moins des attaches du fil ou de la 
lame metallique est flexible pour assurer une ten- 

20 sion constante malgre ies variations de longueur 
dues a Techauffement. Ce resultat peut etre ob- 
tenu simplement en realisant l'une au moins des 
attaches sous forme d'une languette metallique 
fixee au support par une extremite, dont la flexibi- 

25 lite et Telasticite assurent la tension du fil ou de la 
lame. 

L'appareil conforme a la presente invention 
comporte un fil metallique susceptible d'etre por- 
te a incandescence, de longueur comprise entre 

30 3 et 20 cm environ, monte sur un support servant 
de poignee, et maintenu a chacune de ses extre- 
mites par une broche s'engageant dans une 
douille femelle, dont l'une est fixe et solidaire du 
support de l'appareil tandis que ('autre est mon- 

35 tee sur une tige coulissante parallele au fil, sou- 
mise a Taction d'un ressort qui tend a Te carter de 
la douille fixe, et assure ainsi la tension du fil. 

L'ensemble constitue par te fil et les deux bro- 
ches fixees a chacune de ses extremites peut ain- 

40 si etre facilement mis en place sur l'appareil, en 
engageant la broche dans la douille montee sur la 
tige coulissante, en repoussant l'ensemble bro- 
che-douille contre Taction du ressort jusqu'a ce 
que la deuxieme broche soit face a Tautre douille 

45 (fixe) dans laquelle on peut alors Tengager. L'en- 
levement du fil de l'appareil ne presente aucune 
difficulte. 

La broche et la douille sont realisees en un ma- 
teriau electriquement conducteur, et, suivant une 

50 forme preferentielle de realisation, la douille fixe 
est vissee dans le support et la douille mobile est 
fixee dans la tete de la tige mobile. 

Plus particulierement, la tige coulissante est 
guidee par un fOt solidaire du support, dispose 

55 parallelement au fil metallique, et comporte une 
tete formant un epaulement dans lequel est vis- 
see la douille recevant la broche fixee a Tune des 
extremites du fil, le ressort etant comprime entre 
le fOt de guidage et la tete de la tige. Ce ressort 

60 prend appui sur le fut de guidage et tend a re- 
pousser la tige dont le debattement peut dtre li- 
nn ite par une butee formee dans le support. 

La tige est realisee en un materiau electrique- 
ment conducteur, par exemple en laiton, et est 

65 connectee a un fil d'alimentation electrique, le 
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passage du courant s'effectuant a travers fa tige, 
les doutlles, les broches, et le fil metallique, qui 
est porte a incandescence. 

Le support peut etre realise en tout materiau 
electriquement isolant et offrant de preference 
une bonne resistance a la chaleur. II peut par 
exemple dtre realise par moulage en matiere 
plastique. 

Suivant une forme avantageuse de realisation 
de Pinvention, I'appareil comporte egalement un 
peigne, fixe au support, parallelement au fil ou a 
la lame metallique, qui presente I'avantage d'as- 
surer une double fonction de demelage et guida- 
ge des cheveux d'une part, et de protection du fil 
ou de la lame metallique porte a temperature ele- 
vee d'autre part. Ce peigne est de preference en 
metal ou alliage metallique mais peut etre egale- 
ment en matiere plastique resistant a la chaleur 
degagee par la lame ou le fil chauffe. II est dispo- 
se a une distance du fil ou de la comprise entre 
0,2 et 1 cm environ, et de preference entre 0,4 et 
0,6 cm. II peut le cas echeant etre remplace par 
un autre accessoire usuel de coiffure. 

Accessoirement, ce peigne peut etre fixe sur le 
support, de part et d'autre du fil metallique, par 
exemple au moyen de vis cooperant avec des 
trous taraudes prevus a cet effet dans le support, 
par clippage, ou par vis autotaraudeuse dans le 
cas d'un support en matiere plastique, ou tout 
autre moyen approprie. On peut ainsi fixer un 
seul peigne d'un cote du fil metallique, ou deux 
peignes, de part et d'autre, selon le choix de I'uti- 
lisateur. Lorsque deux peignes sont fixes sur le 
support, ces deux peignes ne sont pas necessai- 
rement de memes dimensions. Le peigne n'est 
toutefois pas indispensable au fonctionnement 
efficace de I'appareil. 

Le support du fil ou de la lame metallique est 
prolonge par un manche forme de maniere a etre 
aisement tenu en main par I'utilisateur. Ce 
manche peut eventuetlement etre amovible ou 
orientable dans diverses positions pour faciiiter 
I'utilisation de I'appareil. 

Le fil ou la lame metallique est chauffe electri- 
quement soit a partir d'une alimentation en cou- 
rant alternatif par I'intermediaire d'un transfor- 
mateur et d'un regulateur de tension, soft a partir 
d'une source de courant continu telle qu'une bat- 
terie d'accumulateurs ou des piles electriques. A 
titre d'exemple, dans le cas d'une lame en alliage 
de 8 cm de longueur, 1 mm de largeur et 0,1 5 mm 
d'epaisseur, I'intensite du courant est d'environ 
7A et la tension d'environ 6V. 

Les caracteristiques et avantages de ('inven- 
tion apparaitront plus en detail de la description 
ci-apres, relative a un mode preferentiel et non li- 
mitatif de realisation, en reference aux dessins 
annexes, qui representent: 

Figure 1: une vue de face avec coupe partielle 
d'une variante du dispositif de I'invention. 

Figure 2: une coupe suivant ll-ll sur la figure 1. 

Figure 3: une demi-coupe suivant Ill-Ill sur la fi- 
gure 1 . 



Figure 4: une coupe eclatee suivant IV-IV sur la 
figure 1. 

Figure 5: une vue suivant la fleche F sur la figu- 
re 1 (peignes en eclatement). 

6 

L'appareil pour la coupe et le sotn des cheveux 
par brulage conforme a la presente invention, re- 
presente sur la figure 1, comporte un support (1) 
se prolongeant par une poignee, deux douilles 
W (12) et (12') recevant chacune une broche (13) et 
(13'), respectivement, et un fil (4) en metal 
conducteur monte sur chaque broche (13) et (13') 
sur lesquelles il est bloque au moyen des vis (15) 
et(15'). 

15 Comme le montre la figure 4, la douille (12) est 
fixee dans le support par vissage dans la piece 
intermediate (16) solidarisee au support (1). Le 
support, constitue de deux demi-coques fabri- 
quees par moulage dans un materiau plastique 

20 approprie, se prolonge par le manche (7) dispose 
angulairement de maniere a faciiiter la prehen- 
sion a la main en f avorisant I'efficacite du mouve- 
ment de I'appareil permettant a I'utilisateur de 
couper les cheveux. 

25 Le fil d'alimentation electrique (8) penetre au 
niveau de I'extremite du manche (7) et se raccor- 
de au fil (4) par I'intermediaire de la tige (20), sa 
tete (19), la douille (12') et la broche correspon- 
dante (13') d'une part, et de la piece intermediai- 

30 re (16), la douille (12) et la broche correspondante 
(13) d'autre part. 

La douille (12') est fixee par vissage dans la 
tete (19) d'une tige (20) coulissant dans le fCt de 
guidage (21). Un ressort (22) comprime entre la 

35 tete (1 9) de la tige (20) et le f Qt (21 ) tend a repous- 
ser la tige et ('ensemble douille-broche qui s'y 
trouve fixe, assurant ainsi la tension du fil (4). 

Une butee (23) prattquee dans le support per- 
met de limiter le debattement de la tige coulis- 

40 sante (20), et evite tout risque de debordement 
de la tige (20) en cas de rupture accidentelle du fil 
metallique (4), assurant ainsi une securite sup- 
plemental. 

Le support est constitue par moulage de deux 

45 demi-coques assemblies par vissage au moyen 
des trois vis (24). II comporte en outre deux trous 
(25) permettant la fixation eventuelle de deux pei- 
gnes (26) et (27) par vissage. 

L'un des peignes peut §tre remplace notam- 

50 ment par un accessoire en forme de plaque re- 
courbee en «L» autour du fil (4) et comportant 
une echancrure destinee a guider une meche de 
cheveux pour la couper en un point de la lame in- 
candescente, en la parcourant dans sa longueur, 

55 a la maniere des lames d'une paire de ciseaux. 

Le fil d'alimentation (8) peut etre raccorde au 
secteur (courant alternatif) par I'intermediaire 
d'un transformateur et d'un regulateur de ten- 
sion, ou a un bloc d'alimentation par accumula- 
te teurs ou piles electriques. 

Revendicattons 

1. Appareil pour la coupe et les soins des che- 
65 veux par brulage comportant un fil ou une lame 
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metallique (4) susceptible d'dtre porte a incan- 
descence, de longueur comprise entre 3 et 20 cm 
environ, maintenu a chacune des ses extremites 
par deux attaches solidaires d'un support (1), 
dont I'une au moins est flexible et assure une ten- 
sion sensibiement constante du fil ou de la lame 
quelle que soit sa temperature, caracterise en ce 
que les attaches sont constitutes par une broche 
(13, 13') s'engageant dans une douille femelle 
dont Tune (12) est fixe etsolidaire du support (1), 
tandis que I'autre (12') est montee sur une tige 
coulissante (20) guidee par un fut (21) parallele- 
ment au fil (4), soumise a Taction d'un ressort (22) 
qui tend a I'ecarter de la douille fixe (12) et assure 
ainsi la tension du fil. 

2. Appareil selon la revendication 1, caracteri- 
se en ce que la tige coulissante guidee par un fut 
(21) solidaire du support et parallele au fil (4), 
comporte unetete (19) dans laquelle est vissee la 
douille (12') recevant la broche fixee a Tune des 
extremites du fil (4), le ressort (22) etant compri- 
me entre le fQt de guidage (21 ) et la tete (19) de la 
tige (20). 

3. Appareil selon la revendication 1, caracteri- 
se en ce que le support est parallele au fil ou a la 
lame metallique, a une distance de celui-ci com- 
prise entre 0,5 et 4cm environ, et est monte sur 
un manche. 

4. Appareil selon la revendication 1, caracteri- 
se en ce qu'il comporte une lame metallique de 
largeur egale a environ 1 mm et d'epaisseur com- 
prise entre 0,1 et 0,3 mm. 

5. Appareil selon I'une queiconque des reven- 
dications precedentes, caracterise en ce qu'un 
ou deux peignes amovibles (26, 27) peuvent etre 
fixes sur le support (1), de part et d'autre du fil 
metallique (4). 

6. Appareil selon Tun queiconque des revendi- 
cations precedentes, caracterise en ce que le fil 
ou la lame metallique est chauffe par une alimen- 
tation electrtque. 



Patentanspruche 

1. Gerat zum Stutzen und Pflegen von Haar 
durch Brennen, mit einem Oraht oder einem diin- 
nen Metallstreifen (4), der bis zum Gluhen ge- 
bracht werden kann, eine Lange von ungefahr 3 
bis 20 cm aufweist und an seinen Enden durch 
zwei an einem Trager (1) angebrachte Halterun- 
gen gehalten ist, von denen wenigstens eine fie- 
xibel ist und eine im wesentlichen konstante 
Spannung an dem Draht oder dem dunnen Strei- 
fen sicherstellt, wie auch immer dessen Tempe- 
ratur ist, dadurch gekennzeichnet, dass die Halte- 
rungen von einem Dorn (13, 13') gebildet sind, 
der in eine weibliche Hulse etngreift, von denen 
eine (12) fest und an der Stutze (1) befestigt ist, 
wahrend die andere (12') an einer verschiebba- 
ren Stange (20) angebracht ist, die von einem zu 
dem Draht (4) parallelen Schaft (21) gefuhrt und 
der Kraft einer Feder (22) ausgesetzt ist, die be- 
strebt ist, jene von der festen Hulse (12) zu ent- 
fernen und somit die Drahtspannung sicherstellt. 



2. Gerat nach Anspruch 1, dadurch gekenn- 
zeichnet, dass die verschiebbare Stange, die von 
einem an der Stutze befestigten Schaft (21) und 
parallel zu dem Draht (4) gefuhrt ist, einen Kopf 

s (19) aufweist, in den die Hulse (12') geschraubt 
ist, welche den an einem Ende des Drahtes (4) 
befestigten Dorn aufnimmt, und dass die Feder 
(22) zwischen dem Fuhrungsschaft (21) und dem 
Kopf (19) der Stange (20) zusammengedruckt ist. 

w 3. Gerat nach Anspruch 1, dadurch gekenn- 
zeichnet, dass die Stutze parallel zu dem Draht 
oder dem dunnen Metallstreifen mit einem Ab- 
stand von diesen zwischen ungefahr 0,5 und 4 cm 
verlauft und an einem Handgriff befestigt ist. 

15 4. Gerat nach Anspruch 1, dadurch gekenn- 
zeichnet, dass es einen dunnen Metallstreifen mit 
einer Breite von ungefahr 1 mm und einer Dicke 
zwischen 0,1 und 0,3 mm aufweist. 

5. Gerat nach einem der vorhergehenden An- 
20 spruche, dadurch gekennzeichnet, dass ein oder 

zwei abnehmbare Kamme (26, 27) an dem Trager 
(1) beidseitig des Metalldrahts (4) befestigt wer- 
den konnen. 

6. Gerat nach einem der vorhergehenden An- 
25 spruche, dadurch gekennzeichnet, dass der 

Draht oder der dunne Metallstreifen durch eine 
elektrische Stromversorgung heizbar ist. 



30 Claims 

1. Appliance for hair cutting and hair care by 
singeing, comprising a metal wire or strip (4) cap- 
able of being made incandescent, of a length bet- 

35 ween approximately 3 and 20 cm, retained at 
each of its ends by two fasteners fixed to a sup- 
port (1 ), at least one of which is flexible and ensu- 
res a substantially constant tension of the wire or 
strip, whatever its temperature, characterized in 

40 that the fasteners consist of a pin (13, 13') enga- 
ging into a female socket, one (1 2) of which is sta- 
tionary and fixed to the support (1), whilst the 
other (12') is mounted on a sliding rod (20) guided 
by a sleeve (21), parallel to the wire (4) and sub- 

45 jected to the action of a spring (22) which tends 
to move it away from the stationary socket (12) 
thus ensuring the tension of the wire. 

2. Appliance as claimed in claim 1, character- 
ized in that the sliding rod guided by a sleeve (21 ) 

50 fixed to the support and parallel to the wire (4), 
has a head (19) in which is screwed the socket 
(12') which receives the pin secured to one of the 
ends of the wire (4), the spring (22) being com- 
pressed between the guide sleeve (21) and the 

55 head (19) of the rod (20). 

3. Appliance as claimed in claim 1, character- 
ized in that the support is parallel to the wire or to 
the metal strip, at a distance from the latter of 
between approximately 0.5 and 4 cm, and is fitted 

so on a handle. 

4. Appliance as claimed in claim 1, character- 
ized in that it comprises a metal strip of a width 
equal to approximately 1 mm and a thickness of 
between 0.1 and 0.3 mm. 

65 5. Appliance as claimed in any one of the pre- 
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ceding claims, characterized in that one or two 
removable combs (28, 27) can be fastened to the 
support (1 ) on either side of the metal wire (4). 



6. Appliance as claimed in any one of the pre- 
ceding claims, characterized in that the metal 
wire or strip is heated by an electrical supply. 
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(54) CERAMIC KNIFE 

(57)Abstract: 

PURPOSE: To exhibit characteristics according to various 
kinds of objects and cut parts by forming the back part of a 
knife of a first electrode plate, forming the web part of a 
second electrode plate, forming a head part of conductive 
ceramics, and arranging an insulator in a gap so as to cause 
a current to flow from the first electrode plate through the 
ceramics to the second electrode plate. 
CONSTITUTION: The back part of a ceramic knife 10 is 
formed of a first electrode plate 12, the web part of the 
knife is formed of a second electrode plate 14, and the tip 
part of the knife is formed of conductive ceramics 16 to be 
generated heat by the current. An insulator 18 is arranged 
in the gap so as to cause the current to flow from the first 
electrode plate 12 through the ceramics 16 to the second 
electrode plate 14, and the whole shape of the knife is 
composed. When the current from a power source 30 is 
made to flow through a handle part 20 of the knife inside 
between the first electrode plate 12 and second electrode 
plate 14, the ceramics 16 generates heat, the object is 

melted by heating, and a cutting work is exhibited. As the conductive ceramics, for example, the 
ceramics, in which TiN, TiC, SiC, B4C, TiB2, etc., are added to Zr02, are used. 
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between the 1st and 2nd electrodes to allow the electric 
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conductive ceramic 
material . 

USE / ADVANTAGE - Used in a surgical operation, etc. It has 
simple structure 

and has good cutting function in a varying pattern. 
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Description 

The present invention is concerned with an improved high speed process of making polyamide 
filaments wherein an additive having a molecular weight of less than 400 and selected from the group ^ 

s consisting of water, alcohols, and organic acids is added to a polymer. 

The present invention is classified in the area of synthetic resins, more particularly in the area of 
processes of preparing a desired or intentional composition of at least one nonreactant material and at least ^ 
one solid polymer or specified intermediate condensation product, or product thereof, wherein the nonreac- 
tant material is added to the solid polymer. Within this main area, art related to the present invention may 

io be found among organic nonreactant materials in which a carbon atom is singly bonded to an oxygen atom 
and wherein there is either: (a) only a single O OH group and at least six carbon atoms or (b) at least two- 
OH groups. Also within this main area, related art may be found within the area in which the polymer is 
derived from ethylenic, nitrogen-containing reactants only wherein water is the nonreactant material. 

Applicant has located several prior art U.S. patents which are related to the present invention, including 

is U.S. 3,182,100; U.S. 3,093,445; U.S. 2,615,002; U.S. 2,943,350; U.S. 4,049,766; U.S. 3,549,651; and U.S. 
3,388,029. Applicant has also located several journal articles related to the nonobviousness of the present 
invention, including: 

(a) V.S. Shirshin, V. Vais, et al., Effect of Polycaproamide Transport and Storage Conditions on Change 
in its Qualitative Indices, copyright 1984~Plenum Publishing Corporatio"n7pp. 398-46T 

20 (bfM.I. Kohan, Nylon Plastics, J. Wiley & Sons, copyright 1973, pp. 210 and 427-428. 

The U.S. patents referred to above pertain to a material which is either residual or added to the 
polymer. However, none of these patents refer to high speed processes, i.e., processes in which the yarn is 
travelling at a speed which is greater than 3200 meters per minute. As is shown in the examples below, the 
effects of melt additives are opposite when comparing high and low speed processes. 
25 The articles referred to above (a and b) teach that in high speed processes, the nylon polymer should 
contain as little water as possible. This is contrary to the present invention. The advent of high speed 
spinning technology has been relatively recent, and teachings related to production speeds versus polymer 
content are very rare in the high speed area. 

The present invention is concerned with an improved high speed process for the production of 
30 polyamide filaments, especially filaments of textile quality. The process is carried out by adding one or 
more members of a selected group of additives consisting of water, alcohols, and organic acids to the 
polyamide in order to improve package build, yarn quality, and yarn processing conditions: For example, it 
has been found that less package deformation occurs under the instant process. Furthermore, low 
elongation and increased tenacity are possible, among other product improvements, by utilizing the instant 
35 process. Finally, higher yarn production speeds are possible utilizing the instant process. 
The improved process comprises the steps of: 
a) Mixing the additive into the polyamide in order to form a mix; and 

(b) Extruding the mix to form filaments; and 

(c) Quenching the filaments; and 

40 (d) Taking up the filaments at high speed. 

In the improved process, the additive must be thoroughly mixed so that a homogeneous mix is formed. 
It has been conceived that the additive may be added in any amount so long as a resulting molten polymer 
mix has a relative viscosity between 2.0 and 3.0. Since polyamides are hygroscopic and water is generally 
present to some degree prior to spinning, water is only considered to be an "additive" if it is present in an 
45 amount greater than 0.1 5% by weight. 

It is an object of the present invention to enable an improved high speed melt spinning process for 
polyamides. 

It is a further object of the present invention to enable higher speeds for the melt spinning of polyamide 
textile filaments. 

50 It is a further object of the present invention to improve package build in the high speed melt spinning 
of polyamide textile filaments. 

It is a further object of the present invention to prevent tube crushing without heat relaxation of the yarn 
in a high speed polyamide melt spinning process. & 
It is a further object of the present invention to utilize additives in order to improve the high speed melt 
55 spinning of polyamides. 

It is a further object of the present invention to enable one to simultaneously lower the elongation and 
increase the modules of polyamide textile filaments. 

It is a further object of the present invention to enable Improved washfastness and dye uniformity of 
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polyamide filaments made with high speed meit spinning processes. 

It is a further object of the present invention to utilize additives in a high speed spin-draw-wind process 
for the manufacture of polyamide filaments. 

It is a further object of the present invention to achieve acceptable tensile properties at low draw ratios, 
s It is a further object of the present invention to lower the relative viscosity of the melt by adding an 
additive, followed by spinning a yarn with lower elongation than would have occurred had the additive not 
been added, all other conditions remaining the same. 

It is a further object of the present invention to enable one to increase the take-up speed (without 
experiencing tube crushing) by at least 1200 meters per minute with respect to the speed at which tube 
to crushing begins to occur without additives. 

It is a further object of the present invention to enable one to obtain a higher modulus and lower 
elongation product at processing speeds slower than one would obtain in a process identical except without 
additives. 

The present process is concerned with adding water, alcohols, and/or organic acids to polyamides in 

75 order to improve the resulting textile product and/or processing in a high speed filament production 
operation. It has been unexpectedly found that in high speed polyamide filament production, water, alcohols, 
and organic acids have a beneficial effect on the melt if they are added in limited amounts and for limited 
times so that the resulting polymer mix has a relative viscosity (as. measured in 96% sulphuric acid) 
between 2.0 and 3.0. Classical theory (e.g. U.S. patent 3,475,368) states that addition of plasticizers to a 

20 polymer will result in an increase in the elongation and a decrease in both the modulus and breaking 
strength. However, it has been unexpectedly discovered that the opposite occurs in high speed melt- 
spinning processes for polyamides, i.e. the addition of one or more of the additives recited above to the 
polymer prior to a high speed extrusion process will improve the tensile properties, i.e. raise the modulus 
and lower the elongation. In high speed spin draw processes for the production of polyamide textile 

25 filaments, there has been a problem with tube crushing as the yarn puts great force on the tube, causing it 
to collapse on the winder chuck, making it impossible to remove the tube from the winder without 
destroying the yarn package thereon. The use of additives has been found to relieve the tube crushing 
problem by reducing the build up of the yarn stresses which cause tube crushing. 

It has been demonstrated that the use of the additives of the present invention will allow one to obtain 

30 beneficial extensions of processing speeds in the production of polyamide filaments. For example, since the 
use of additives lowers the relative viscosity while simultaneously creating package relaxation (as shown in 
Figures 4-8), the use of additives can allow one to increase the take up speed by at least 1200 meters per 
minute (without tube crushing) with respect to the speed at which tube crushing begins to occur without 
additives. Furthermore, since the use of additives lowers the elongation and elevates the modulus of the 

35 product, the use of additives will allow one to obtain a product having similar characteristics at lower 
processing speeds. 

In a preferred process of the present invention, a polycaprolactam polymer chip has an additive 
thoroughly mixed therewith followed by melting (in a screw extruder) and extrusion through a spinnerette, 
forming a plurality of molten polycaprolactam filaments. The molten polycaprolactam filaments are then 
40 quenched. After quenching the filaments are coalesced and simultaneously have finish applied thereto by a 
finish metering device. Generally, the coalesced filaments are then drawn (between 1.02x and 1.8x), 
followed by air jet entanglement. However, it is not absolutely necessary to draw the filaments. The 
filaments are then wound. 

The process of the present invention is preferably carried out in a high speed spin-draw-wind process, 
45 wherein the fastest travelling surface is moving at a speed of at least 3200 meters per minute. Generally, 
the fastest travelling surface is the downstream draw godet, as the yarn is drawn between the first and 
second godet, and is then relaxed between the second godet and the winder. 

In this preferred process, the polymer mix is extruded through a spinnerette, quenched, has finish 
applied thereto, is drawn by partial wrap on two godets, and is then wound on a bobbin. Most preferably, 
so the yarn is interlaced after drawing. 

Figure 1 illustrates the process of the present invention as it appears downstream of, and including, the 
chip hopper. The chip hopper (1) is supplied with chip (2). The hopper (1) in turn supplies the extruder (3) 
throat with chip (2). An additive pump (4) is shown simultaneously supplying the extruder throat with a liquid 
additive, this process being carried out by simply dripping the liquid onto the chip stream which is entering 
55 the extruder (3). Once the chip exits the extruder as a molten stream (5), the stream is pumped through a 
conduit (6) which contains a plurality of static mixers (7). Once through the static mixers (7), the mix stream 
enters the spinnerette (8) and is extruded into a plurality of molten streams (9) which are solidified in a 
quench zone and are then coalesced and simulataneously have finish applied by a finish applicator (10). 
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The coalesced filaments (11) then travel downward through an interfloor tube, schematically indicated by 
the "break" (12). The yarn next travels around a first (upstream) powered godet (13) and then around a 
second (downstream) powered godet (14), following which the yarn (11) is interlaced by an interlacer (15). 
Lastly, the yarn is wound into a bobbin (16). ^ 

6 The yarn may be drawn by being passed over two or more godets which travel at different surface 
speeds, i.e., the surface speed of the downstream godet being at least two percent higher than the surface 
speed of the upstream godet. % 

Table I, containing Examples 1 through 86, pertains to processes carried out using the preferred 
apparatus as described above. As can be seen from these examples, the relative viscosity of the polymer 

10 dropped with increasing amounts of additive, but unexpectedly the elongation decreased. These examples 
show that the improved process is operable for different polyamide polymers. These polymers, coded as 
B300, 6216, etc. are described in detail in Table II. The additives utilized in Table I have been specifically 
chosen in order to illustrate that the process is operable for a variety of additives, including water, alcohols, 
and organic acids. The data presented in Table I illustrates the process of the present invention when the 

75 additive is water, a primary alcohol, a secondary alcohol, a diol, a tetraol, an aliphatic acid, or an aromatic 
acid. Furthermore, these examples indicate that the invention is operable for a variety of winding speeds, 
draw ratios, and filament types and sizes. Note that in every instance the elongation with additive is lower 
than its corresponding control example, and that the modulus with additive is greater than its corresponding 
control example. 

20 It is believed that at least four characteristics are always changed in the same direction (with respect to 
a control example) through the use of these additives. These characteristics are: elongation, modulus, 
washfastness, and package relaxation. Elongation decreases with additives, modulus increases with ad- 
ditives, washfastness Increases with additives, and package relaxation increases with additives. 

Table 111 illustrates the improved washfastness for several examples given in Table I. In Table III a 

25 control example was run by spinning a B300 chip without additives, the resulting filaments being drawn at a 
draw ration of 1.05. the filaments then being wound at a speed of 4750 meters per minute, just as in 
Examples 1. 5 and 10. The product was knitted into a hoseleg, which was then cut into two pieces each 
piece of which was then dyed. One piece was dyed in Kiton fast Blue (C.I. Acid Blue 45) dye, the other in 
Celanthrene fast Blue CR (G.I. Disperse Blue 7) dye. Each piece was then washed five times in a 

30 conventional washing machine. The hoselegs had A E measurements (CIELAB) taken before and after 
washing. A A E value was determined for each of the pieces. The same process was undertaken for several 
examples listed above. Table III gives the results of these tests for washfastness. The A E values have been 
normalized with respect to the control sample in order to make comparisons easy. In samples 31 through 
34, an Ortolon Blue Q (C.I. Acid Blue 151) dye was used in addition to Kiton and Celanthrene. As can be 

35 seen from the data in Table III, the washfastness of the fabrics made using yarns containing additives was 
always superior to the washfastness of the fabrics made using yarns which were made without additives. 

Examples 1 through 86 were carried out using the preferrred high speed spin-draw-wind process 
described above. These examples illustrate a variety of conditions with respect to spinning speeds, draw 
ratio, additive amount, additive type, polyamide polymer characteristics (see Table II). and yarn type. For 

40 each set of conditions, the resulting: (a) relative viscosity (RV) of the melt mix; (b) percent elongation of the 
product; and (c) breaking load at 10% elongation (L-10) were given. The examples are shown in "sets" (i.e. 
Examples 1-4, 5-9, 10-20, etc.), in which a given polymer type was spun with a given additive, the filaments 
then being drawn at a fixed draw ratio, and wound at a fixed speed, while the amount of additive was varied. 
Control examples (using no additive, i.e. pure polymer) were run for each set of conditions, the control runs 

45 being the first run of each set shown in Examples 1 - 86. In the "Filament Type" column, the first number 
represents the total denier and the second number represents the number of filaments, while the R 
represents a round cross-section and the T represents a trilobal cross-section. 

The most significant result from Examples 1 - 86 is the unexpected effect that increasing the amount of 
additive had on the product elongation: As RV dropped due to increasing amount of additive added, percent 

so elongation surprisingly also dropped. To one of skill in the art, a drop in RV would normally be expected to * 
create a gain in the percent elongation of the product, all other factors remaining the same. In fact, RV and 
percent elongation are inversely proportional in low speed processes, as is discussed below. In Examples 1 
- 86, it can be seen that at high speeds, the use of an additive consistently lowered both the RV of the * 
polymer mix and the resulting elongation of the product, as compared with the control run. This result was 

55 found for all five polyamide polymer chip types investigated, and all seven additives investigated. 
Furthermore, this effect was substantiated at draw ratios of 1.00, 1.05, 1.07, 1.13, 1.14, 1.20, 1.30, and 1.45, 
and at winder speeds of 4,000, 4,300, 4,750, 5,000, 5,250, and 5,660 meters per minute. In addition, 
Examples 1-86 show that the L-1 0 is almost always higher through use of an additive. In Examples 1 - 86, 
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it was not always found that the addition of "more additive" caused a FURTHER decrease in elongation, 
and/or FURTHER increased L-10, but it was found that the addition of "more additive" always created a 
further lowering of the RV. However, the addition of "more additive" always resulted in an RV lower than the 
control, a percent elongation lower than the control, and an L-10 higher than the control. 

5 The unusual, unexpected result found in Examples 1 - 86 is the fact that the use of a low viscosity, low 
molecular weight additive lowered the elongation of the resulting product. It would normally be expected 
that the use of such an additive would raise the elongation of the product. In fact, this second situation turns 
out to be true, specifically In the classical 2-stage production process, as shown in Table V. Thus, the 
advantage of the additives described herein is limited to high production speeds, as recited in the claims. It 

to therefore becomes apparent that another unexpected element is found in the present invention: the 
combination of the additive together with the requirement of high speed process operation. Table V 
illustrates how product elongation rises with the use of an additive, compared with the identical process 
conditions without the use of additives. 

For purposes of the present invention, the term "additive" is herein defined to include only substances 

75 having a molecular weight of less than 400, these substances having a melting point below the temperature 
at which melt spinnning is carried out. Furthermore, the additives must be within the group consisting of 
water, alcohols, and organic acids. Water is considered to be the most preferred additive. If water is the 
additive, the water must be present in the mix in an amount which is greater than 0.15% by weight. This is 
because the polyamide polymers spun at high speed in the prior art occasionally contain some moisture, 

20 often by accident, and this moisture is believed always to have been less than 0.15%, thus the scope of the 
present invention has been limited to specifically avoid overlap with this accidental prior art which was 
considererd undesirable heretofore. 

It has been found that the mixing of the additive into the polymer must result in a uniform mix, or the 
product will not have sufficient uniformity of characteristics, i.e. yarn properties will vary undesirably, as well 

25 as yam processability. In order to insure adequate mixing, 26 4x4 motionless, continuous Interfacial Surface 
Generator mixers were installed in the pipe leading from the extruder to the spinnerette, these ISG's being 
used in Examples 1 through 86. These mixers are described fully in U.S. 3,583,678, which is herein 
incorporated by reference. Mixers identical to those utilized in the Examples herein, can be obtained from 
Charles Ross & Son Co., 710-718 Old Willets Path, Hauppauge. Long Island, N.Y. 11787. Table IV illustrates 

30 the need to adequately mix the additive with the polymer. Without adequate blending of the polymer with 
the additive, yarn chemical properties will vary undesirably from threadline to threadline, as will yarn 
processability. Table IV shows that RV range, amino end group range, Kiton dye junction range, and 
warping defects vary considerably more, and to an undesirable degree, without mixing as opposed to with 
mixing using 26 static mixers. 

35 The use of the additives of the present invention may provide a variety of benefits in addition to 
elongation and L-10. For example, package deformation may be decreased through use of additives. The 
yarn made in Example 58 was wound onto a bobbin for a period of two hours. The package could be 
readily removed from the chuck. This indicates that even at high draw ratios and relatively high winder 
speeds, the additive can allow one to produce a product which has very little internal stress when compared 

40 to an identical process without additive use. It is believed that if the process of Example 58 was carried out 
without additive, the bobbin would not have been removable from the chuck, all other conditions being the 
same. 

Examples 62 through 69 demonstrate the effect of additive on reduction of internal package stress: 
During this series of Examples, the winder speed remainded constant while the speed of both godets (13 

45 and 14) was reduced in order to maintain constant yarn tension between the second godet and the winder. 
In Example 69, in which 1 .5% water was added, the godet speed could not be slowed enough to keep the 
yarn from falling off of the bobbin, as the yarn was actually expanding as it was being wound onto the 
bobbin, in fact, the godets were slowed until a 15-20 gram tension was applied to the yarn between the 
second godet and the winder (compared with 6 grams of yarn tension used in Examples 62-65), and still the 

50 yam expanded off the bobbin. 

Actual package deformation is created by yarn shrinkage on the bobbin. Shrinkage of yarn on the 
bobbin creates a "side bulge" deformation and a "concave top" deformation to the bobbin, and if shrinkage 
is large enough, tube crushing may also occur. Package deformation has been reduced through the use of 
additives. Figure 2 illustrates package "side bulge deformation" (d) while Figure 3 illustrates "concave top 

65 deformation" (d*). In reality, a deformed package contains both types of deformation simultaneously. 

Figure 4 illustrates the effect of increasing the speed of the godets (13 and 14) on the amount of 
concave top deformation, this process being carried out without the use of an additive. As can be seen from 
the upward slope of the line of Rgure 4, the amount of "concave top" package deformation increases 
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linearly between godet speeds of 4,000 and 5,000 meters per minute, if additives are not employed. Figure 
5 illustrates the same situation, except that 0.75% water was added to the polymer immediately before the 
extruder, the additive then being mixed thoroughly with the polymer. Figure 5 indicates that the use of water 
effectively eliminated any INCREASE in the "concave top" package deformation between speeds of 4,000 

s and 5,000 meters per minute. The runs performed in Figures 4 and 5 utilized B300 polymer, a draw ratio of 
1.00, and produced a 40 denier 12 filament product. Figure 6 illustrates how increasing the percent additive 
creates a decrease in the concave top deformation for the high speed process described herein. 

Figure 7 illustrates the effect of godet speed on "side bulge" package deformation (d, as shown in 
Figure 2), this figure indicating that as the speed of the godets is increased from 4,000 to 5,000 meters per 

io minute, the "side bulge" package deformation increases sharply from 3 millimeters to 7.5 millimeters. The 
process runs indicated by Figure 7 were performed without additives. Figure 8 illustrates the effect of 
additives on "side bulge" deformation. As additive (in this example, water) concentration increased, side 
bulge deformation decreased sharply. The process runs of Figure 7 utilized B300 chip, a draw ratio of 1.00, 
and produced a 4.444 tex (40 denier), 12 filament yarn. The process runs of Figure 8 utilized B216 chip, a 

76 draw ratio of 1 .00, and produced a 4.444 tex (40 denier), 1 2 filament yarn, at the takeup speed of 5.000 
meters per minute. 

The particular winder used to build a package is also related to package deformation. When using either 
a Barmag SW46SSD/4 or a Reiter J7/H4 winder, at a constant winder setting (dependent upon the speed to 
give a constant helix angle), large packages of 4.444 tex (40 denier), 12 filament yarns were made and 

20 measured for changes in top curvature and side deformation of the yarn package in millimeters. It was 
found that without additives the concave top curvature and outward side deformation increased as the 
winder speed increased (tex[denier] remaining constant). However, with the addition of an additive the 
deformations decreased in proportion to the amount of additive. Also, unexpectedly, when 0.75% water was 
added to polyamide under the conditions illustrated in Figure 5, an increase in speed created no substantial 

25 increase in package deformation. This phenomenon is considered to be of great importance, as the use of 
the additives may make higher production speeds possible, without tube crushing or undesirable package 
deformation levels, without the addition of heat relaxation devices. 

Another benefit from the use of the additives of the present invention is found in the dye uniformity of 
fabrics made from the yarn which was produced using additives. Fibre was produced by adding 0.5% H2O 

30 to B216 chip. The filaments were produced by the process illustrated in Figure 1, on which apparatus the 
filaments were drawn 1.1 4x and wound up at 5000 meters per minute. The yarn produced was a 4.444 (40)- 
/12 dull yarn (i.e. the yarn contained titanium dioxide). The yarn was used to make single bar tricot fabric. 
The fabric was then dyed with an acid dye, a disperse dye, and a premetaliized dye. The fabric was visually 
rated for dye uniformity on a scale of 1 to 7, where 1 represents the highest quality of dye uniformity i.e. no 

35 visible nonuniformities. All of the dyed samples rated at 2. Other fabrics were produced from yams 
manufactured without additives but on the same apparatus. None of these other fabrics rated as highly as 2 
for all three types of dyes used. 

The use of additives as described herein has enabled large packages to be made consistently at high 
speed. For example, a B300 chip (RV = 2.8) was used to produce 128 large packages of yarn. The polymer 

40 had 2% water added, with the resulting uniform mix being extruded into filaments. The process was carried 
out by the apparatus of Figure 1. The filaments were drawn 1.04x between the godets. and were then 
wound at 5100 meters per minute. The yarn produced was a 4.444 tex (40 denier), 12 filament bright, 
triangular cross-section yarn, having an elongation of 50%. Four six-hour doffs were made each day for 
each of 2 machines which were operated over a four day period, resulting in 128 packages of yarn, as each 

45 machine produced 4 packages simultaneously. The full package yield was over 96%, and the warping 
performance was under 0.2 defects per million end yards. 

The use of the process of the present invention may also provide a method of making a very uniform 
product. For example, a B216 chip having 0.5% water mixed uniformly therewith was spun (by the 
apparatus of Figure 1) into a 4.444 (40)/12 yarn. The filaments were drawn 1.1 4x and wound at 5000 meters 

so per minute. The yarn was then warpknitted, and exhibited only 0.27 defects per million end yards. The yarn 
had the following characteristics: % elongation of 50.0 ± 2.0; L-10 of 57.8± 1.8 grams; tex of 4.444±.019 
(denier of 40.0±.18); breaking load of 169 ± 4.5 grams; entanglement level of 19.0 ± 2.0 nodes per meter; 
Kiton (acid dye C.I. 45) dye junction of ± .66: Celanthrene (C.I. Disperse Blue 7) dye Junction of t .48. 
Table VI illustrates the uniformity of chemical properties for three trial process runs using additives. As can 

55 be seen on Table VI. all three runs produced yarn having a high degree of chemical uniformity. These 
samples were collected periodically throughout each of the three trials. 

Table VII provides one explanation for many of the above-described advantages of the present 
invention. Table VII indicates that the use of additives enables a higher degree of polymer orientation. This 
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is verified by several different measurements which are directly related to the degree of polymer orientation 
<e.g. birefringence, sonic moduli, amorphous orientation, gamma crystal size, etc.)- 

Birefringence measurements were taken on conditioned round filaments which had been mounted in a 
Leitz Universal Research microscope, Model orthoplan (with a polarizer and rotating analyzer). Retardation 
5 was measured by a Berek tilting compensator. 

Sonic Modulus measurements were taken on conditioned samples, using a Dynamic Modulus Tester 
model PPM-5R, manufactured by the H. M. Morgan Company, Inc. The slope from 5 curves were averaged, 
an the resulting modulus (N/m 2 x 10 3 ) was adjusted to a conditioned RH of 22%. 

Density measurements were taken using calibrated density gradient columns of tetrachloroethylene and 
10 heptane. Measurements were not corrected for additive or monomer. 

In order to determine percent crystallinity (XTAL) crystalline orientation (f c ), x-ray measurements were 
taken on a Siemens D-500 x-ray Diffraction unit, which was interfaced to a HP85 computer. Crystalline 
orientation functions were determined from x-ray azimuthal scans. Crystallinity values were determined from 
the relative percent of alpha crystal structure from x-ray together with the density measurements. 
15 The amorphous orientation function (f a B| r ) was determined from the birefringence data using 0.069 as 
the intrinsic birefringence for both the crystalline and amorphous phases according to the following 
equations: 
where: 



A n = measured birefringence 

25 & = percent crystallinity 

f q = crystalline orientation 

A nJJ = intrinsic birefringence for the crystalline phase 

A ng = intrinsic birefringence for the amorphous phase 



In order to determine the crystalline size, equatorial x-ray diffraction peak widths at half peak height 
30 were used to estimate the gamma crystalline size. 
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TABLE 2 



10 



15 



20 



30 



35 





ADDITIVE 




RV 


t 


L-10 


DRAW 


WINDER 


CHIP 


7ILAKINT 




TTPE 


AMOUNT 




ELONGATION 


(giD6) RATIO 


SPEED 


TYPE 


TYPE ( 1 ) 
















(K/MIK) 




(40 denier 1 




















4.444 tex) 


1 


CONTROL 


-0- 


2.79 


69 






4750 


B300 


40/12R 


2 


B2O 


0.52 


2.61 


63 


44 


1 n ^ 


4750 


B300 


40/12R 


3 


H 2 0 


l.OZ 


2.42 


55 


Kn 

5U 




4750 


B300 


40/12R 


4 


B 2 0 


1.5Z 


2.24 


51 


c r 

J J 


JL.VJ 


4750 


B300 


40/12R 


5 


CONTROL 


-0- 


2.72 


70 


*7 
J f 


1 

± « U3 


4750 


B300 


40/12R 


6 


Benzyl Alcohol 


12 


2.65 


63 


39 


1.05 


4750 


B300 


40/12R 


7 


Benzyl Alcohol 


22 


2.52 


57 




1 

1 .Ui 


4750 


B300 


40/12R 


e 


Benzyl Alcohol 


32 


2.40 


56 


h O 


1 n «; 


4750 


B30C 


40/12R 


9 


Benzyl Alcohol 


42 


2.37 


50 


9 J 




4750 


B300 


40/12R 


10 


CONTROL 


-0- 


2.75 


68 


37 


1.05 


4750 


B300 


40/12R 


11 


Trlethyleneglycol 0.5X 


2.65 


66 


44 


1.05 


4750 


B300 


40/12R 


12 


Triethyleneglycol l.OZ 


2.59 


62 


48 


1 AC 

1.05 


4750 


B300 


40/12R 


23 


Trlethyleneglycol 2.02 


2.42 


58 


51 


1.05 


4750 


B300 


40/12R 


14 


Trlethyleneglycol 3 .OX 


2.40 


54 


53 


1.05 


4750 


B300 


40/ 12R 


15 


Pentaerythrltol 


l.OZ 


2.45 


56 


52 


1.05 


4750 


B300 


40/12R 


16 


Penteerythrltol 


2.02 


2.27 


54 


58 


1.05 


4750 


B300 


£0/l?n 

***J/ A* ft 


17 


Benzoin 


3. 22 


2.31 


55 


54 


1.05 


4750 


B300 


40/12R 


18 


Benzoin 


4.92 


2.24 


51 


54 


1.05 


4750 


B300 


40/12R 


19 


Chi oro benzoic 




















acid 


0.52 


2.50 


61 


45 


1.05 


4750 


B300 


40/12R 


20 


Laurie Acid 


0.72 


2.25 


55 


55 


1.05 


4750 


B300 


40/12R 


21 


CONTROL 


-0- 


3.0 


51 


71 


1.30 


4750 


B35 


40/12R 


22 


Benzyl Alcohol 


1.02 


N/A 


49 


73 


1.30 


4750 


B35 


40/12R 


23 


Benzyl Alcohol 


3.02 


2.7 


41 


88 


1.30 


4750 


B35 


40/12R 


24 


Benzyl Alcohol 


5. 02 


2.4 


31 


95 


1.30 


4750 


B35 


40/12R 


25 


Benzyl Alcohol 


7.02 


2.36 


30 


99 


1.30 


4750 


B35 


40/12R 


26 


CONTROL 


-0- 


3.3 


49 


73 


1.30 


4750 


B35 


40/12R 


27 


E2O 


0.752 


2.9 


46 


82 


1.30 


4750 


B35 


40/12R 


28 


B 2 0 


1.52 


2.7 


42 


89 


1.30 


4750 


B35 


40/12R 


29 


B2O 


1.62 


2.6 


39 


96 


1.30 


4750 


B35 


40/12R 


30 


82° 


K/A 


2.5 


37 


96 


1.30 


4750 


B35 


40/12R 


31 


CONTROt 


-0- 


2.31 


54 


49 


1.05 


4750 


B3S 


40/12R 


32 


B 2 0 


1.02 


2.14 


50 


31 


2.05 


4750 


B3S 


40/12R 



(1) total denier/number of filaments 



40 



45 



50 



65 
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10 



15 



20 



26 



30 



35 



33 
34 

35 
36 



37 
38 
39 
40 

41 
42 
43 
44 

45 
46 

47 
4fi 
49 
50 

51 
52 

53 

54 



55 
56 
57 
58 
59 

60 
61 

62 
63 
w4 
65 
66 
67 
66 
69 



CONTROL 


-0- 


2,31 


45 


77 


1.20 


4750 


B3S 


40/12R 


H 2 0 


l.OX 


2.14 


36 


84 


1.20 


4750 


B3S 


40/12R 


CONTROL 


-0- 


2.68 


71 


35 


1.05 


4750 


AS503 40/12R 


Trlethylene 


















glycol 


0.75Z 


2.30 


65 


37 


1.05 


4750 


AS503 40/12R 


CONTROL 


-0- 


2.37 


62 


41 


1 fin 

A .uu 


5nfift 

JUUU 


B216 


40/12R 


H?0 


0.25X 


2,36 


59 


45 


a • uy 


juuu 


B216 


40/12R 


H2O 


0.34Z 


2.29 


59 


46 


a . uy 


*nnn 


B216 


40/12R 


H 2 0 


0.47X 


2.26 


56 


46 


1.00 


5000 


B216 


40/12R 


CONTROL 


-0- 


2.^3 


60 


*•* 


x.uu 


^ftftfi 

J>UUU 


B216 


40/28T 




0. 48Z 


2.26 








5000 


B216 


40/28T 


HoO 


0. 752 


2.20 


5? 


LI 


1 ftft 


jUUU 


B216 


40/28T 


H 2 0 


0.98X 


2. 13 


53 


AO. 


A »UU 


2>UUU 


B216 


40/28T 


CONTROL 


-0- 


2.36 


58 


45 


1.00 




B216 


40/28T 


B 2 0 


0.48X 


2.30 


56 


45 


1.00 


5250 


B216 


40/28T 


CONTROL 


-O- 


2.78 


59 


51 


1.14 


4300 


B300 


40/12R 


B?0 


0.5X 


2.66 


54 


59 


1.14 


4300 


B300 


40/12R 


B 2 W 


l.OX 


2.53 


51 


66 


1 1A 

A . A** 


Alftft 


B300 


40/12R 






2.46 


51 




A • A** 


A3ftft 


B300 


40/12R 


CONTROL 


-0- 


2.78 


59 


51 


1.14 


4300 


B300 


40/12R 


Trlethylene 
















glycol 


l.OX 


2.55 


53 


58 


1.14 


4300 


B300 


40/12R 


Triethylene 
















glycol 


2. OX 


2.53 


52 


63 


1.14 


4300 


B300 


40/12R 


Trlethylene 


















oi vcol 


3. OX 


2.45 


49 


63 


1.14 


4300 


B300 


40/12R 


CONTROL 


-0- 


2.60 


45 


A5 


1 .20 


5660 


B300 


40/12R 


B9O 


0.5X 


2.54 


38 


102 


1.20 


5660 


B300 


40/12R 


°2 V 


0.75X 


2.47 


35 


A AO 


1 9ft 

A • A U 


5 A Aft 


B300 


40/12R 


Benzyl Alcohol 


4.2X 


7 42 


j 0 


AAA 


1 3ft 
A • JU 


*• / JV 


B300 


40/12R 


Benzyl Alcohol 


4.2X 


2.42 


23 




1 At 

A * J 


A7cn 
«t /JV 


B300 


40/12R 


CONTROL 


-0- 


2.75 


63 


42 


1.00 


5250 


B300 


40/12R 


H 2 0 


l.OX 


2.31 


54 


50 


1.00 


5250 


B300 


40/12R 


CONTROL 


-0- 


2.74 


70 


37 


1.00 


4000 


B300 


40/12R 


Q 2 0 


0.21X 


2.61 


67 


39 


1.00 


4000 


B300 


40/12R 


« 2 u 


0.2CX 


K/A 


63 


43 


1.00 


4000 


B300 


40/12R 


U 2 0 


0.39X 


2.46 


62 


47 


1.00 


4000 


B300 


40/12R 


H 2 0 


0.50X 


2.42 


62 


47 


1.00 


4000 


B300 


40/12R 


M 2 0 


o.sex 


2.40 


59 


52 


1.00 


4000 


B300 


40/12R 


H 2 0 


0.98X 


2.31 


61 


45 


1.00 


4000 


B300 


40/12R 


E 2 0 


1.50X 


2.22 


cxpfindo 


off 


1.00 


4000 


B300 


40/12R 






bobbin 













45 



50 



55 
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5 



70 


CONTROL 


-O- 


2.74 


66 


45 


1.07 


4000 


B300 


40/12S 


71 


H 2 0 


0.21X 


2.61 


61 


52 


1.07 


4000 


B3C0 


40/12R 


72 


B 2 0 


0.24X 


n/A 


60 


54 


1.07 


4000 


B300 


40/12R 


73 


B 2 0 


0.39X 


2.48 


57 


56 


1.07 


4000 


B300 


40/12R 


74 


H 2 0 


0.50X 


2.42 


59 


57 


1.07 


4000 


B300 


40/12R 


75 


H 2 0 


0.56X 


2.40 


57 


55 


1.07 


4000 


B3G0 


40/12R 


76 


H 2 0 


0.962 


2.31 


60 


52 


1.07 


4000 


B300 


40/12* 


77 


H 2 0 


1.50X 


2.22 


59 


49 


1.07 


4000 


B300 


40/12R 


78 


H 2 0 


1.682 


2.18 


57 


48 


1.07 


4000 


B300 


40/12R 


79 


CONTROL 


-0- 


2.74 


61 


52 


• 1.13 


4000 


B300 


40/12R 


60 


B 2 0 


0.212 


2.61 


59 


56 


1.13 


4000 


B300 


40/12R 


81 


U 2 0 


0.2^2 


N/A 


57 


59 


1.13 


4000 


B3C0 


40/12R 


62 


H 2 0 


0.392 


2.48 


58 


58 


1.13 


4000 


B3C0 


40/12R 


63 


B 2 0 


0.502 


2.42 


57 


59 


1.13 


4000 


B300 


40/12R 


66 


H 2 0 


0.562 


2.40 


55 


61 


1.13 


4000 


B300 


40/12R 


65 


B 2 0 


0.982 


2.31 


56 


56 


1.13 


4000 


B3C0 


40/12R 


66 


H 2 0 


1.502 


2.22 


60 


49 


1.13 


4000 


B300 


40/12R 



20 



TABLE II 



POLYMERS USED IN EXAmES 



25 



30 



35 



T10 (X) 


DESIGNATED 
CHIP TYPE 


CHEIQCAL 
SPECIES 


RELATIVE 
VISCOSITY 


AKIKO 
END 
CROUPS 


CARBOXYLIC 
EKD 
CROLTS 


METHANOL 
EXTRACTAELES 
(2) 


H 2 0 
(2) 


0 


B300 


poly ceprolac tarn 


2.75 


34 


55 


0.42 




1.6 


B216 


polycaprolactata 


2.36 


29.5 


67.8 


0.44 


.08 


0.009 


B3S 


polyccproloctao 


2.61 


54.6 


55.6 




.09 


O.008 


B35 


polycoprolcccaa 


3.2 


3B.5 


31.7 


1.0 




0.298 


AS503 


polyhexenethylcne 
odlplmlde 


2.51 


49.9 









40 



TABLE III 

IK? ROVED DYE WASHr ASTKESS AFTER 5 MACHINE WASHIW3S 



45 



50 



SA^LE 
K^5ER 



14 (CONTROL) 

xs 

16 
17 
18 
29 
20 

31 (CONTROL) 
32 

33 (CONTROL) 
34 



K1T0N 
ACID DYE 
AE C1ELAB nORttUlZED 
TO CONlttOL SAKPLE 



CELANTHRENE 
DISPERSE DYE 
Ul C1EIAB NORMAL IZCO 
TO CONTROL SAMPLE 



ORTOLON 
PREKETALLmo DYE 
tt CIELA3 KO*KALlZED 
TO CONTROL SAMPLE 



1.00 


1.00 




1,39 


1.32 




1.41 


1.31 




1.69 


1.24 




1-52 


1,47 




1.10 


1.33 




1.61 


1.53 




1.00 


1.00 


1.00 


1.18 


1.26 


2.88 


1.00 


1.00 


1.00 


1.05 


1.17 


1.16 
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TABLE IV 



TO 



75 



RV range 

Amino End Group Range (meq/kg) 

KUon Dye Junction* Range 

Warping Defects per Million End Yarns 



without mixers 
0.06 
2-5 
5 

280 



with 26 4x4 Ross ISG's 
0-01 
0,3 
0-1 
<0.3 



*A dye junction is the minimal visual difference 
in dye depth discernable to the human eye. 



20 



TABLE V 

USE OF ADDITIVES IN A CLASSICAL 2-STAGE PROCESS 
(I.e. spin lag draw) 



25 



EXAMPLE % H,0 
NUMBER 



RV AMINO CARBOXYL X SPINNING DRAW* ELONGATION L-10 
END END EXTRACT SPEEO RATIO (x) BREAKING 
GROUPS GROUPS IN MeOH (M/MIN) {%) LOAD 
(meq/Kg ) (meq/Kg ) 10% ELONS. 

(gm) 



NORMALIZED 
AE CIELA5 

FOR 
K1T0N DYE 
AFTER ONE 
WASHING 



30 



35 



S7 


-0- 


2.80 


32.1 


54.3 


1.58 


800 


2.70 46.8*5.7 


108113 


1.00 


(Control) 


















B8 


0.37 


2.75 


33.1 


54.4 


1.65 


800 


2.70 50.514.6 


100+11 


1.02 


89 


0.74 


2.67 


35.1 


55.4 


1.81 


800 


2.70 54.9*2.1 


100^3 


0.92 


90 


1.48 


2.50 


43.4 


65.0 


1.91 


800 


2.70 61.814.8 


84^1 


0.88 


91 


2.21 


2.34 


48.7 


70.0 


1.76 


800 


2.70 61.2*7.7 


771* 


0.91 


92 


2.95 


2.33 


51.3 


72.2 


1.80 


800 


2.70 .-67.B18.0 


75^2 


0.92 



•Draw ratio set to yield approximately 50X elongation 
for the control example (87). 



45 



50 



56 
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TABLE VI 

UNIFORMITY 07 DRY YARN CHEKICAL PROPERTIES 



10 



ADDITIVE 
TYPE 


AMOUNT 


CHIP 
TYPE 


RV 


YARN CHEMICAL PROPERTIES 
AMINO EKD CROUPS 
(Keg/kc) 


METHANOL 
EX7KAC7ABLES 
(X) 


u 2 o 


1.5X 


B300 


2.46+.01 


44.5+0.3 


J.65+.06 


Triethylcaa- 
Cljcol 


3. OX 


E300 


2.45+.01 


42.9+0.2 


2.61+0.14 


B 2 0 


0.5X 


B216 


2.2S+.01 


36.5+0.4 


1.45+0.24 



20 



25 



TABLE VII 

POLYKZK ORIENTATION 



EXAMPLE NO. 



BIREFRINGENCE 



SONIC 



DENSITY XXTAL 



f Bir SIZE 



35 





MODULUS 

W» 2 *io 9 ) 


<B/cc) 




c 


a 


EQL'ITCRIAL 
(A) 




10 (control) 0.0346 


4.65 


1.1265 


46 


0.66 


0.20 


56.1 


91 


15 0.035B 


4.78 


1.1300 


46 


0.67 


0.20 


49.7 


100 


16 0.0377 


4.60 


1.1285 


46 


0.86 


0.26 


43.1 


89 


51 (coorrol) 0.0368 


4.42 


1.1305 


51 


0.82 


0.24 


32 


75 


52 0.0381 




1,1305 


51 




0.28 


31 


75 


53 0.0384 




1.1310 


50 




0.30 


30 


70 


54 0.0394 




1,1315 


50 




0.32 


29 


69 



40 Claims 



1. A melt-spinning process for the production of polyamide filaments characterised by the steps of: 

(a) Mixing an additive into a melt-spinnable polyamide polymer, so that the resulting polymer mix is 
homogenous, the additive having a molecular weight less than 400 and being a member selected 

45 from the group consisting of water, alcohols, and organic acids, the additive being mixed in an 

amount so that on extrusion, the molten polymer mix has a relative viscosity between 2.0 and 3.0 as 
measured in 96% sulphuric acid) and, when it is water, the additive being present in the mix in an 
amount greater than 0.15% by weight; 

(b) extruding the resulting molten polymer mix through a spinnerette so that polyamide filaments are 
so formed; 

(c) quenching the so formed filaments; and 

(d) taking up the quenched filaments at a speed which is greater than 3200 meters per minute. 

2. A process as claimed in Claim 1 characterised in that the resulting filaments have a tex (denier) per 
55 filament of less than 1 .333 (1 2). 

3. A process as claimed in claim 1 or 2, wherein the resulting filaments have a tex (denier) per filament of 
less than 0.388 (3.5). 
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4. A process as claimed in any of Claims 1 to 3 t wherein the additive is water and the polymer is 
polycaprolactam. 

5. A process as claimed in Claim 4 characterised in that on extrusion the relative viscosity of the molten 
5 polymer mix is between 2.2 and 2.6. 

6. A process as claimed in any of claims 1 to 5 charcterised in that the filaments are drawn to a draw ratio 
between 1 .02 and 3.0. 

10 7. A process as claimed in claim 6, characterised in that the drawn ratio is between 1.02 and 1.45. 

8. An improved polycaprolactam filament, the improved filament exhibiting an improved washfastness, the 
improved washfastness being exhibited by the filament having a normalized A E (CIELAB) greater than 
1.0, 1.0 being the A E (CiELAB) of a filament produced according to a method which differs from the 
15 method of Claim 1 in omitting the mixing of the additive into the melt-spinnable polymer. 

Revendlcatlons 

1. Procede* de filage a re*tat fondu pour la production de fibres de polyamide, procSde" caracteVise" en ce 
20 qu'il comprend les diffeVentes Stapes consistant a : 

(a) m^langer un additif a un polymere de polyamide filable a l*6tat fondu, de facon que le melange 
de polymere obtenu soit homogene, I'additif prdsentant un poids moidculaire inferieur a 400 et 
consistant en un 6l6ment choisi dans le groupe comprenant I'eau, les alcools et les acides 
organiques, cet additif etant melange* dans une proportion telle qu'a Textrusion le melange de 

25 polymere fondu pr^sente une viscosity relative comprise entre 2,0 et 3,0 lorsqu *elle est mesurSe 

dans de I'acide sulfurique a 96 %, et I'additif, lorsqu'il s'agit de l f eau, £tant present dans le melange 
en proportion superieure a 0,15 % en poids; 

(b) extruder le melange de polymere fondu obtenu a travers une filiere de maniere a former des 
fibres de polyamide ; 

30 (c) tremper les fibres ainsi formers ; et 

(d) enrouler les fibres trempSes a une vitesse superieure a 3.200 metres par minute. 

2. Proc6de" seion la revendication 1 , caracteVtse* en ce que les fibres obtenues pnSsentent une valeur de 
tex (denier) par fibre de moins de 1,333 (12). 

35 

3. Proc6de" selon I'une quelconque des revendications 1 et 2, caracteVise* en ce que ies fibres obtenues 
prSsentent une valeur de tex (denier) par fibre de moins de 0,388 (3,5). 

4. Proc6d6 selon Tune quelconque des revendications 1 a 3, caracteVise* en ce que I'additif est de I'eau et 
40 en ce que le polymere est du polycaprolactam. 

5. Procede* selon la revendication 4, caracte>ise" en ce qu'a Textrusion, la viscosity relativement du 
melange de polymere fondu est comprise entre 2,2 et 2,6. 

46 6. Proc6d6 selon Tune quelconque des revendications 1 a 5, caracterise en ce que les fibres sont etirees 
avec un taux d'Stirage compris entre 1,02 et 3,0. 

7. Proc6de* selon la revendication 6, caracteVise* en ce que le taux d'Stirage est compris entre 1,02 et 1,45. 

so 8. Fibre de polycaprolactam perfectionnge, cette fibre perfectionnSe prSsentant une solidite* au lavage 
am6lior6e, cette solidite* au lavage etent pr6sent6e par la fibre de A E normalise* (CIELAB) sup^rieur a 
1,0, ce 1,0 §tant le A E (CIELAB) d ? une fibre produite par un proc^de* different de celui de la 
revendication 1 en ce qu'on supprime le melange de I'additif au polymere filable a l*6tat fondu. 

55 PatentansprUche 

1. Schmelzspinnverfahren zur Herstellung von Polyamidfilamenten, gekennzeichnet durch folgende Schrit- 
te: 
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(a) Einmischen eines Zusatzmittels in ein schmelzspinnbares Poiyamidpolymer, so dafl das erhalte- 
ne Polymergemisch homogen ist, wobei das Zusatzmittel ein Molekulargewicht von weniger als 400 
aufweist und ausgewahlt wurde aus der Gruppe bestehend aus Wasser, Alkoholen und organischen 
Sauren, und wobei das Zusatzmittel in einer Menge eingebracht wird, so dafi bei Extrusion das 
geschmolzene Polymergemisch eine relative Viskositat zwischen 2,0 und 3,0 (gemessen in 96% 
Schwefelsaure) aufweist, und, wenn das Zusatzmittel Wasser ist, es in dem Gemisch in einer Menge 
von mehr als 0,15 Gewichtsprozent vorhanden ist; 

(b) Extrudieren des erhaltenen geschmolzenen Polymergemisches durch eine SpinndUse, so daB 
Polyamidfilamente gebildet werden; 

(c) Abschrecken der derart gebildeten Filamente; und 

(d) Aufwickeln der abgeschreckten Filamente mit einer Geschwindigkeit von mehr als 3200 Metern 
pro Minute. 

Verfahren nach Anspruch 1, dadurch gekennzeichnet, da/5 die erhaltenen Filamente ein Tex (Denier) 
von weniger als 1,333 (12) pro Faden aufweisen. 

Verfahren nach Anspruch 1 oder 2, worin die erhaltenen Filamente ein Tex (Denier) von weniger als 
0,388 (3,5) pro Filament aufweisen. 

Verfahren nach einem der AnsprOche 1 bis 3, worin das Zusatzmittel Wasser und das Polymer 
Polykaprolaktam ist. 

Verfahren nach Anspruch 4, dadurch gekennzeichnet, da/3 bei Extrusion die relative Viskositat des 
geschmolzenen Polymergemisches zwischen 2,2 und 2,6 betragt. 

Verfahren nach einem der AnsprUche 1 bis 5, dadurch gekennzeichnet, da/3 die Filamente auf ein 
StreckverhSltnis zwischen 1 ,02 und 3,0 gestreckt werden. 

Verfahren nach Anspruch 6, dadurch gekennzeichnet, dafl das StreckverhSltnis zwischen 1,02 und 1.45 
betragt. 

Verbessertes Polykaprolaktamfilament, wobei das verbesserte Filament eine verbesserte Waschechtheit 
aufweist und sich die verbesserte Waschechtheit in dem Filament durch einen normierten E (CIELAB) 
gro/ter 1,0 zeigt, wobei 1,0 der E (CIELAB) eines Filaments ist, das nach einem Verfahren hergestellt 
wurde, das sich von dem Verfahren aus Anspruch 1 dadurch unterscheidet, dafl es ohne EinrOhren von 
Zusatzmittel in das schmelzspinnbare Polyme ausgefUhrt wurde. 
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